Europaisches Patentamt 
European Patent Office 
Office europ£en des brevets 



@ Publication number: 



0 057 61 1 

A2 



EUROPEAN PATENT APPLICATION 



@ Application number: 82300529.3 
@ Date of filing: 02.02.82 



int. ci -C 11 D 11/02, CUD 17/06, 
C 11 D 9/10 



Priority: 04.02.81 QB 8103444 



Date of publication of application : 11.08.82 
Bulletin 82/32 



'@ Designated Contracting States: AT BE CH DE FR GB IT 
LINLSE . - . 



§) Applicant : UNILEVER PLC, Unilever House Blackf riars P 
O Box 68, London EC4P 4BQ (GB) 

g) Designated Contracting States: GB 



@ Applicant : UNILEVER NV, Burgemeester s' Jacobpleln 1 , 

NL-3000 DK Rotterdam (NL) 
® Designated Contracting States: BE CH DE FR IT LI NL 

SEAT 



Inventor: Evans, Elfed Huw, Agorlys Fford Berthen, 
Licswm Holywell Clwyd, Wales (GB) 
Inventor: Rees, John Cyril, 18 Chudleigh Close Halewood 
Village, Liverpool Merseyside (GB) 



-Representative : Mole, Peter Geoffrey et al, Unilever 
PLC; Patent Division PO Box 31 Salisbury Square House. 
Salisbury Square, London EC4P 4AN (GB) 



@) Soap powders and a process for their manufacture. 

@ Spray-dried or spray-cooled soap particles are coated 
with water-soluble inorganic substances, at least 80% of 
which are of a particle size below 100 microns. This 
improves wetting, dispersion and dissolution characteris- 
tics. The coating is particularly appropriate to soap particles 
containing substantial proportions of longer chain unsatu- 
rated soaps such as those derived from oleic acid, which 
tend to be softer than conventional tailow/coconut-derived 
materials. 
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SOAP POWDERS AND A PROCESS FOR THEIR MANUFACTURE 

This invention relates to soap powders and to a 
.process for preparing them. 

The wetting, dispersion and solubility characteristics 
of soap powders. are a continuing problem to the industry 
5 and much effort has been* expended over the years in y 
improving ' them. For example, it is disclosed in British 
Patent No 907,494 that granular soap compositions need to 
be finely-divided to ensure rapid solution but that fines 
lead to clotting. This can "be avoided , it is stated, by 
10 the addition of a sodium acetate or sodium benzoate 

anti-lumping agent in granular form. A different solution 
to this same problem of clotting is proposed in United 
States Patent No 2,940,935 in which an alkali metal xylene 
sulphonate and an alkali metal silicate or carbonate are 
15 incorporated into the soap-containing slurry prior to 
spray-drying^. 

We have now discovered that clotting of spray-dried 
soap powders can be deduced by coating the powder with a 
finely-divided water-soluble inorganic salt. 
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Accordingly, the present invention provides 
spray-dried particles comprising a major proportion of 
water-soluble soap and having an average diameter of 
305-700 microns '"coated" with particles of an "inorganic ~ m "' 
substance^ characterised in that the inorganic substance 
is water-soluble and that at least 80% by weight of its 
particles have an average diameter of less than 100 
microns - 

Treatment of spray-dried soap particles with 
finely-divided inorganic salts has been suggested before, 
in United States Patent No 2,715,110. However the inventor 
found that the" ti^^ irt the 

agglomeration characteristics of the soap powder and he 
consequently rejected it in favour of a treatment with 
gaseous carbon dioxide. It is not clear why the treatment 
with inorganic salt was found "ineffective, but we believe 
it to have been a consequence of the relative particle 
sizes of the spray-dried soap and the inorganic salt- The 
sizes which we specify .are critical to obtaining the - r t , 

f" Uriited States Patent No 2,592,535 also discloses, the 
coating of soap with hygroscopic salts,. such as phosphates, 
to reduce, loss of moisture from spray-dried soap particles 
and consequently to reduce dusting. However the critical 
size relationships which we specify are not referred to in 
this specification either. 

British Patent Nos 1,401,726 and 1,463,978 relate to 
particles containing major proportions of soaps and 
lime-so3.n dispersants such as ether sulphates. It was 
apparently found that the lime-soap dispersants adversely 
affected the solubil ity properties of the_joap particles 
and it was proposed to counteract that by impregnating them 
with smectite clay particles having a size below 50 
microns. However suc£ particles are not water-soluble and 
so will remain in suspension in the wash liquor, which may 
not be desirable. 
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As stated above the relationship of the particle size 
of the water-soluble soap particle to that of the coating 
particle of inorganic salt is an important feature of this 
invention. The average diameter of the soap particles can 
vary from 3 .'OO^TXTO microns , preferably 500-600 microns, in 
which case the average diameter of the inorganic particles 
is such that at least 80% by weight of them are less than 
100 microns, preferably less than 50 microns. The ratio of 
the diameter of the soap particles to that of the coating 
particles is preferably from 6:1 to 8:1, most preferably 
7:1. 

The spray-dried soap-containing particles need not 
consist" entirely of soap, but may contain up to 49% by 
weight of other soap powder components. Examples of these 
are detergency builders, foam boosters or foam 
suppressants, powder struc turants , ant i-ox idants , softening 
agents and water. Preferably the particles comprise from 
60-80% by weight of soap. 

The term * spray-dried 1 is used herein as a convenient 
...shorthand.* >So.ap .powders are either produced b X^/v v - , 
, spray-drying, i<. which a relatively cool slurry is sprayed^ 
into a hot drying gas, or by spray-cool ing , in which hotter 
slurry" is ^sprayed into relatively cold drying gas, and 
there are a. number of intermediate processes which combine 
both spray-dry i-ng* and spray-cooling . Air of these 
processes are included within the term 'spray-dried 1 as 
used herein. 

Similarly, the term 'coated 1 is used herein to denote 
a situation where a plurality of particles of the 
water-soluble inorganic substance are adherent to the 
spray-dried soap particles. It does not necessarily imply 
that so many are adherent that the soap particle is 
completely coated. It is within the scope of the invention 
for it to be only partly so. 

The nature of the water-soluble soap is not critical 
to the invention. For economic reasons it will normally be 
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a sodium or potassium soap, but any other cation will be 
satisfactory provided that it is non-toxic and does not 
cause unwanted side effects in the composition. The fatty 
acid component of the soap may be, derived from mixtures of 
saturated and partially unsaturated fatty acids in the 
c g~ C 26 chain length region. Coconut oil and tallow, 
which are the traditional soap-making materials are 
preferred sources of the mixed fatty acids, the former 
containing' predominantly C^ 2 and C^ 4 saturated fatty 
acids and the latter saturated C, A and C. acids and 
mono-unsaturated C^g acids. However, the invention is 
also ^ particularly ^apiy^i^ble to soaps ^formed from fatty 
acid mixtures containing high proportions of unsaturated 
acids such as oleic acid and linoleic aci.d. These soaps 
tend to be soft and creepy when in spray-dried form and the 
coating of the invention is especially suitable for 
improving their powder properties. Sunflower seed oil is 
an example of an oil which contains fatty acids of this 
type. When the spray-dried particles contain an 
unsaturated _f atty acid having 16 or more carbon atoms . then. 
i t is pref erred that the content "of ' this acid ' should:' bS25t 
or more by weight of the particle. 

The soap particles may also contain anionic 
surfactants in amounts up. to 15% by _wei_ght of the particle. 
The nature of the anionic surfactant is not critical, any 
of the surfactants conventionally used or proposed for use 
in fabric washing powders being suitable. Examples of 
these are sodium alkyl benzene sulphonates, preferably 

C 10" c i4 alkyl, sodium primary and secondary alkyl 
sulphate, preferably c iq-C 22 alkyl, olefine sulphonate 
salts and sodium alkane sulphonates. 

The soap particles may also contain nonionic - - 
surfactants in amounts up to about 30% by weight of the 
particles • Ethoxylated ftnd propoxylated primary and 
secondary alcohols are the preferred nonionic surfactants, 
primary alcohols containing 7 to 25 carbon atoms 
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ethoxylated with from 5 to 30 moles of ethylene oxide per 
mole of alcohol being most preferred. 

As has been said, , the invention is particularly 
applicable to spray-dried particles, which are soft, and -^_-_ v ___. 
5 examples of components which may make the particles soft 

are polyethylene glycols, ethoxylated alkanolamides , alkyl 
phosphoric acid esters and quaternary ammonium salts. 

The water-soluble inorganic salt for coating the 
spray-dried soap particles is preferably present in an 
10 amount of from 3 to 25% by weight of the total soap powder- 
formulation. The lower amount is the general level which 
V-i-l-l .normally be used_ when the salt .is. only performing ..a .__ , . 
coating function, whereas the upper amount is the maximum 
amount which will normally be used when the salt performs a 
15 function in addition to coating, such as detergency 
building or bleaching. 

Examples of suitable salts, within which term are 
included oxides as well as oxyacid salts, are the 
water-soluble phosphates, carbonates, percarbona tes , 
20 : r ;bor^ tes perborates , sulphates : and "rneta;s il Lca'tes :: and / ■ """" f : '!* f ?■ 
V; " alumrhbsilicates , par t icular ly the sod ium ahd^~pc5tassium : ' : "'~ - 
salts. In addition to the inorganic compound^ referred to " 
above, but not as an alternative to them, certain organic 
compounds can be used for coating^ Examples of such .1 
25 compounds are the salts of nitr ilotr iacetic acid, 

preferably sodium nitr ilotr iacetate , and tetraacetyl 
ethylene diamine. 

The invention provides, in a second aspect, a process 
for the manufacture of spray-dried particles comprising a 
30 major proportion of a water-soluble soap inorganic 

substance, at least 80% of which have an average diameter 
of less than 100 microns, characterised by forming a 
mixture of the two types of particle, imparting relative 
motion to them and spraying them with an aqueous solution 
3 5 of a binder . 

The nature of the binder, which ensures adhesion 
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between the spray-dried soap particles and the inorganic 
salt particles is not critical, conventional binders such 
as water, sodium silicate solution and sodium carboxyme thyl 

■ ~ cellulose solutiorr^Be Tncf ~s'at~isf actory . In" the " case "of " ~ 
5 sodium silicate solution, 3-10% by weight based on the 

total soap powder composition, in the form of a 20-60% w/v 
solution, would be a typical amount of binder to be used. 

It is possible to perform the process of the invention 
in a number of the conventional granulating apparatus. One 

10 such apparatus is the Eirich pan (registered trade mark) 
which is an inclined pan rotatable about its major axis. 
■ " — Another^ - "is-^tWe- Schug i ^mi^o^ (registered^ trade- mark )— whiTc-hT 
consists of a cylindrical chamber provided with inclined 
ribbon-like mixing blades rotatable about the major axis of 

15 the cylinder. Whichever of these apparatus is used, the 
coated particles will require . drying in a fluidised bed 
through which warm air is pumped, so since it is necessary 
to have a fluidised bed apparatus available and since it is 
possible to carry out the -coating process ab initio in a 

•2.0; . f luid isedT^bfed , "it : 'pref eTrred/bo carry out tHe pirbces^ Lrir^C 
that way . ;*' : '~ ." V "" * '.' " ... ; ■*""■' 

In the foTlowing Example, a process of coating in" 
accordance with the invention is described. 

25 Example 

Spray-dried particles containing a major proportion of 
soap and having the composition shown below were prepared 
by conventional slurry-making and spray-drying techniques 
30 in two size ranges, 450 and 350 microns. The resultant 

particles are subsequently referred to as 'core particles'. 
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Parts by Weight 
Sodium soap (28,5% lauric acid) 42.0 
Coconut oil monoe thanolamide 2,6 
Magnesium sulphate 0.5 
Ethylene diamine tetra acetic acid 0.13 
Free fatty acids 2. 17 

Water 6 * 5 
A mixture of finely-divided inorganic salts suitable 
for forming a coating on the above spray-dried particles 
was then prepared. The composition is shown below 

Parts 

Sodium tr ipolyphosphate 12#0 
Sodium carbonate 2 • 6 

Sodium carboxymethyl cellulose 0.5 
The core particles and the mixture of inorganic salts , 
together with 25 parts of sodium perborate were then placed 
in an Anhydro (registered trade mark) fluidised bed and 
sprayed with a 30% w/v aqueous solution of sodium silicate 

(Na 2 0;Si0 2 , 2:1) . 

In a second experiment the core particles , the mixture 
of inorganic salts and." soctt uni; * perborate- were--'£ed : -to .-"-a r 
Schugi cylinder mixbr and sprayed with the sodium, silicate 
solution. 

The coated particles obtained had good flow 
properties , a narrow particle size distribution "and ~a bulk 
density of around 0.4 g/cc. 

The wetting, dispersion and dissolution properties of 
the coated particles were then assessed as follows. 

A standard weight of powder was poured onto the 
surface of hot water (40°C) in a hand bowl and swirled 
round. The resultant wash liquor was then scored for 
wetting ( ie whether the powder was floating on the surface 
or had sunk), dispersion ( ie whether clots had formed) and 
dissolution on a scord*of 0 to 5, 5 being the best score. 
This scoring procedure was carried out by a panel of 
skilled assessors, and the scores given were averaged. 
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The results are shown in Table 1. 
Table 1 

Wetting (W) , Dispersion (Dp) and 
Dissolution ( Ds ) Test Results 

Core Particle Size 
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w 


Dp 


Os 






Dp 


Ds 


< 

Core Particles 


3 


3 


3 




3 


4 


4 


( uncoated ) 
















"C'oa ted ^Particles"" " 
















ex cylinder mixer 


5 


5 


4 




5 


4 


4 


(Schugi) 
















ex fluidised bed 


5 


5 


4 




5 


4 


4 


( Anhydro ) 


.... — j 















; It can ~be seen' f ironf the • above*:-resuits ; that "all of the"-: 
coated particles are as good as or superior to the uncoated 
ones in wetting, dispersing and dissolving properties. The 
superiority is more marked with the larger core particles, 
and we have evidence that this is a general trend . The 
increase in the wetting scores of the coated particles in 
accordance with the invention is especially significant 
because this indicates that less powder floats on the 
surface of the water in a clot. 



i 



- 9 - 



0057611 



CLAIMS 

1. Spray-dried particles comprising a major proportion 
o£ wa ter-soi able soap and having an average diameter of 
300-700* microns coated with" part icles "of an inorganic 
substance, characterised in that the inorganic substance 
is watc r-i;o L uble and that at least 80% by weight of its 
particles have an average diameter of less than 100 

4 

microns . 

2. Spray-dried particles according to claim 1 wherein the 
ratio of the diameter of the spray-dried particles to that 
of theptirticles of"* the ihorganic^substance is from 6 : 1 to * 
8:1. 

3. Spray-dried particles according to claim 1 or claim 2 
wherein- the water-soluble" soap comprises an unsaturated 
fatty acid having 16 or more carbon atoms • 

:*4-..- Sprayi-ci^ieditpart icles -accord ing:. to any one, of the : _ . ^ 
preceding;'' x-l-a i ms^- whe;r e'«i n->'« the. ^oj?g:a'n fcc , s.u b s,t a.rvc.e . is a v ... ... r 

water-soluble phosphate, carbonate, borate, sulphate or, 
metasilicate salt. 

5. Spray-dried part icles according " to any one of the 
preceding claims, wherein the particles of the inorganic 
substance are attached to the soap particle with the aid of 
a binder. 

6. Spray-dried particles according to claim 5 wherein the 
binder comprises an aqueous solution of a sodium 

_carboxymethyl cellulose_or . of sodium silicate. 
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7. A process for the manufacture 'of spray-dried particles 
compr is incj a major proportion of a water-soluble soap 

_- inorgaaic substance , at - leas t— 80% of "which have~an average "™ "* "" *-~ wu " 

diameter of less than 100 microns, characterised by forming 
a mixture of the two types of particle, imparting relative 
motion to them and spraying them with an aqueous solution 
of a binder. 

8. A process according to claim 7 wherein relative motion 
is imparted to the particles by formulation of a fluidised 



